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(S) Controlling material sputtered from a target 

(57) The disclosure relates to a sputtering ap- 
paratus including a target that is sputtered to 
deposit a material layer on a substrate. A filter- 
ing member (18) which may be in the form of a 
grid of upper and lower sets of bars staggered 
with respect to each other is disposed inter- 
mediate the substrate (14) and target (12) to 
prevent target material particles travelling per- 
pendicular to the substrate from contacting the 
substrate. This filtering reduces the rate of dep- 
osition occurring on the surface of the sub- 
strate with respect to that occurring on the 
walls of any holes therein, and thereby in- 
creases the deposition layer forming on the wall 
of the hole with respect to that forming on the 
surface of the substrate and base of the hole. 
Other forms of filtering member are also dis- 
closed including upper and lower perforated 
plates and upper and lower sets of concentric 
rings. 
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The present invention relates to the deposition of 
useful material layers on substrates, including semi- 
conductor substrates. More particularly, the present 
invention relates to the field of depositing useful lay- 
ers on substrates and filling holes in the uppermost 
material layers previously formed on the substrate to 
create interconnects, plugs, or other structures within 
the multiple material layers ultimately formed on the 
substrate. 

The formation of microelectronic circuitry on 
semiconductor substrates depends, in part, on the 
preparation of interconnects, plugs, or other such de- 
vices through, or between, the various layers formed 
on the substrate surface. These structures are typi- 
cally created by depositing a film of conductive ma- 
terial over the uppermost dielectric material layer or 
layers on the substrate, such that a portion of the con- 
ductive deposition layerf ills any holes in the dielectric 
material layer or layers previously formed on the sub- 
strate. One typical method of providing this conduc- 
tive material layer is by sputtering a target to supply 
particles of target material that may deposit on the 
substrate. 

Where sputtering is used to form a material layer 
on the base and walls of a hole, the thickness of the 
layer formed on the walls of the hole, known as the 
step coverage, is typically only a percentage of the 
thickness of the material layer that forms on the upper 
surface of the substrate. This occurs because the 
geometric configuration of a hole prevents a portion 
of the target material particles travelling in the direc- 
tion of the wall of the hole from reaching the wall of 
the hole, whereas the generally flat upper surface of 
the substrate has no such limiting geometric config- 
uration. Where the aspect ratio of the hole is high, i.e., 
the hole depth is large with respect to the hole width, 
the percentage of available target material particles 
that deposit on the wall of the hole varies with the 
depth of the hole. Typically, the step coverage is thick- 
er at the upper regions of the hole as compared to the 
step coverage at the lower regions of the hole. There- 
fore, where the hole has a high aspect ratio, the base 
of the hole may have inadequate step coverage, or 
areas of no coverage, ultimately creating a defect in 
the device at that location on the substrate. 

The present invention provides apparatus and 
methods for controlling the direction of the paths of 
the particles sputtered from a target and onto a sub- 
strate to increase the thickness of the layer deposited 
on the side walls of any holes or trenches in the up- 
permost layer or layers of the substrate relative to the 
thickness of the layer deposited on the uppermost 
surface of the substrate. To provide this increased 
side wall coverage, a filter member is disposed be- 
tween the substrate and target, such that target ma- 
terial particles traveling in paths perpendicular to the 
surface of the substrate are filtered out of the stream 
of particles sputtered from the target before they 



reach the substrate. 

The filter member reduces the rate of deposition 
on the upper surface of the substrate and base of any 
holes or trenches therein, but has minimal affect on 

5 the rate of deposition on the side walls of the holes or 
trenches. Therefore, sputtered target material partic- 
les will deposit on the walls of the holes or trenches 
at more nearly the same rate at which they deposit on 
the upper surface of the substrate. Thus, the thick- 

10 ness of the layer formed on the side walls of the hole 
will more nearly equal the thickness of the deposition 
layer formed on the base of the hole and the upper- 
most surface of the substrate. 

In the preferred embodiment, the filter member of 

15 the invention includes a plurality of perforated plates 
disposed between the substrate and the target which 
prevent the target material particles travelling in 
paths perpendicular to the surface of the substrate 
from passing therethrough. By changing the size of 

20 the plates, and the orientation and size of the perfor- 
ations therein, the direction of the target material par- 
ticles that contact the substrate at each region on the 
substrate may be controlled. 

These and other features of the invention will be- 

25 come apparent from the following description when 
read in conjunction with the accompanying drawings, 
wherein: 

Figure 1 is a partially cutaway perspective view 
of a simplified processing chamber of the present 

30 invention; 

Figure 2 is a sectional view of the simplified 
chamber of Figure 1 at section 2-2; 
Figure 3 is a sectional view of the simplified 
chamber of Figure 1 at section 2-2, showing the 

35 distribution of target material particles depositing 
on the center of a substrate in the chamber; 
Figure 4 is a sectional view of the simplified 
chamber of Figure 1 at section 2-2, showing the 
distribution of target material particles depositing 

40 on an off-center location on substrate received in 
the chamber; 

Figure 5 is a sectional view of the simplified 
chamber of Figure 1 at section 2-2, showing the 
distribution of target material particles depositing 
45 on an area adjacent the edge of a substrate re- 
ceived in the chamber, 

Figure 6 is a perspective view of an alternative 
embodiment of the perforated plate of Figure 1; 
and 

so Figure 7 is a perspective view of an additional al- 
ternative embodiment of the perforated plate of 
Figure 1. 

Referring to Figure 1 , the general configuration of 
the preferred embodiment of a processing chamber 
55 10 for practicing the present invention is shown. The 
chamber 10 forms an enclosure having a sputtering 
target 12 attached to the top thereof and a substrate 
receiving pedestal 16 located on the base thereof. 
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The face of the target 12 and of the pedestal 16 are 
maintained in a generally parallel relationship, such 
that target particles travelling in a path that is perpen- 
dicular to the target 12 will also be travelling in a path 
that is perpendicular to the pedestal 16. To form the s 
material layer on the substrate 14, the substrate 14 
is located on the pedestal 16 and the target 12 is sput- 
tered to eject target material particles therefrom for 
deposition on the substrate 14. A grid 18 is disposed 
between the target 12 and the substrate 14 and is 10 
configured to filter out the target material particles 
travelling in paths that are substantially perpendicular 
to the substrate 14, but permit target material partic- 
les that are travelling in paths that are substantially 
transverse or oblique to the substrate 14 to pass 15 
therethrough. As a result of this configuration, the 
step coverage of holes, in particular of high aspect ra- 
tio holes, may be increased with respect to the thick- 
ness of the deposition layer formed on the uppermost 
surface of the substrate. 20 

Referring still to Figure 1, the preferred orienta- 
tion and general structure of the perforated plates for 
selectively filtering target material particles is shown. 
The perforated plates preferably include a grid 18 
formed from a first grid plate 20 and a second grid 25 
plate 22 spaced apart by a span 24. The perforated 
plates 20, 22 are preferably affixed to the wall of the 
processing chamber 10 or to shields disposed inward- 
ly of the chamber wall. The first grid plate 20 includes 
a plurality of longitudinally extending bars 26 con- 30 
nected at their opposed ends to cross members 28, 
30, and the second grid plate 22 includes a plurality 
of longitudinally extending bars 27 likewise connect- 
ed at their opposed ends to cross members 29, 31. 
The bars 26, 27 are aligned, but staggered, to allow 35 
a portion of the target particles traveling obliquely 
with respect to the target 12 and substrate 14 to pass 
through the grid 18, but prevent any target material 
particles that are travelling perpendicularly to the tar- 
get 12 or substrate 14 from passing through the grid 40 
18. 

Referring now to Figure 2, one configuration of 
the bars 26, 27 necessary to provide the selective fil- 
tering of the target material particles is shown. In this 
embodiment, each of the longitudinally extending 45 
bars 26, 27 has a generally triangular profile defined 
by a base 32 having inwardly projecting sides 33 
which terminate in a tip 34. The base 32 of each bar 
26 on the first grid plate 20 is generally parallel to the 
base 32 of each other bar 26 on the grid plate 20, and so 
the tips 34 of each of the bars 26 are disposed down- 
wardly. Likewise, the base 32 of each bar 27 on the 
grid plate 22 is generally parallel to the base 32 of 
each other bar 27 on the second grid plate 22, but the 
tips 34 of each of the bars 27 are disposed upwardly. 55 
Each bar 26 in the first grid plate 20 is separated from 
the next bar 26 in the first grid plate 20 by a first grid 
gap 36, and each bar 27 in the second grid plate 22 



is separated from the next bar 27 in the second grid 
plate 22 by a second grid gap 37. Further, the longi- 
tudinally extending bars 26 of the first grid plate 20 
are disposed in a parallel offset position with respect 
to the longitudinally extending bars 27 in the second 
grid plate 22. In this configuration of the grid 18, a 
longitudinally extending bar 27 in the second grid 
plate 22 is disposed in vertical alignment with each of 
the first grid gaps 36 between the longitudinally ex- 
tending bars 26 of the first grid plate 20, and a longi- 
tudinally extending bar 26 in the first grid plate 20 is 
disposed in vertical alignment with each of the sec- 
ond grid gaps 37 between the longitudinally extend- 
ing bars 27 in the second grid plate 22. The alignment 
of the bars 26, 27 and gaps 36, 37 forms a barrier to 
target material particles travelling in a path perpen- 
dicular to the substrate, but permits a portion of the 
target material particles travelling transversely to the 
substrate 14 to pass through the grid gaps 36, 37 be- 
tween the longitudinally extending bars 26 of the first 
grid plate 20 and the adjacent longitudinally extend- 
ing bars 27 of the second grid plate 22 and deposit on 
the substrate 14. 

Referring now to Figures 3, 4 and 5, the effect of 
the grid 18 on the distribution of the target material 
particles contacting the substrate 14 is shown. Figure 
3 shows the distribution of paths travelled by particles 
received at the center of the substrate 14. At a depos- 
ition location 50 at the center of the substrate 14, the 
grid 1 8 blocks the passage of target material particles 
travelling from a location 52 on the target 12 which is 
directly above the point 50 on the substrate 14, but al- 
lows a portion of the target material particles that are 
sputtered from locations on the target on either side 
of the location 52 to pass through the grid 18 and con- 
tact the point 50 on the substrate 14. 

Referring now to Figure 4, the effect of the grid 18 
on the distribution in the directions of the target ma- 
teria! particles depositing at an off-center point 70 on 
a substrate 14 is shown. Again, the location 72 on the 
target directly above the point 70 on the substrate 14 
is blocked by the grid 18, and multiple locations 
spaced from the location 72 on the target 14 contri- 
bute target material particles to form a deposition lay- 
er at the point 70 on the substrate 14. At this off-cen- 
ter point 70, a slight majority of the target material par- 
ticles contacting the substrate 1 4 are ejected from the 
opposite side of the target 12 as shown in Figure 4. 

Figure 5 shows the effect of the grid on the dis- 
tribution of the paths of the target particles depositing 
on a point 80 adjacent to an edge of the substrate 14. 
The grid 18 blocks the passage of target material par- 
ticles travelling in a path perpendicular to the sub- 
strate 14 at the point 80, and nearly all of the target 
material particles depositing on the substrate 1 4 were 
emitted from the opposite side of the target 14, as 
shown in Figure 5. 

The configuration of the grid 1 8 may be modified 
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to meet specific deposition requirements. By varying 
the size of the bars 26, 27 to adjust the sizes of the 
grid gaps 36 and/or 37, and/or varying the size of the 
span 24, and/or varying the size of the target 12 in re- 
lation to the size of the substrate 14, the quantity and 
paths of the target material particles reaching the sub- 
strate 14 may be controlled. Thus, if desired, each re- 
gion on the substrate 14 may receive particles from 
one or more locations on the target 12, and the inci- 
dent angles at which the target material particles con- 
tact the substrate 14 may be adjusted to maximize the 
step coverage of the holes being filled by the sputter- 
ing process. By reducing the width of the bars 26, 27 
and the grid gaps 36, 37, the number of locations on 
the target 12 that contribute particles to each point on 
the substrate 14 is increased, which increases the 
uniformity of the deposition layer formed on the sub- 
strate 14 and in the hole. Preferably, the grid gaps 36, 
37 should be much less than the mean free path for 
collisions between sputtered gas particles and the 
background gas atoms. Likewise, the distance be- 
tween the grid 18 and the substrate 14 should be less 
than the mean free path for collisions between the 
sputtered gas particles and the background gas 
atoms so that a majority of the target material partic- 
les passing through the grid 18 do not change direc- 
tion. However, the grid 18 should be positioned a suf- 
ficient distance from the substrate 14 to prevent 
shadowing on the substrate 14. 

Although the plurality of perforated plates of the 
present invention have been described herein in 
terms of a grid 18 having a plurality of staggered long- 
itudinally extending triangular bars 26, 27, the perfo- 
rated plates may also be configured as a pair of plates 
90, 92 having multiple staggered apertures 94 there- 
through, as shown in Figure 6, such that target mate- 
rial particles travelling in a path perpendicular to the 
substrate will deposit on one of the two plates 90, 92, 
but a portion of the particles travelling transversely to 
the plates may pass through the apertures 94 and de- 
posit on the substrate 14. Additionally, the perforated 
plates may include a plurality of ring plates 98, 99 
each of which include a plurality of concentric rings 
100, 102 instead of the longitudinally extending bars 
26, 27, as shown in Figure 7. The rings 100 on one of 
the plates 98 align with the gaps 104 between the 
rings 102 on the other of the plates 99. Likewise, if the 
grid 18 is configured from multiple bars 26, 27, the 
bars 26, 27 may have shapes other than triangular. 
For example, the cross section of the bars 26, 27 may 
be rectangular, round, ellipsoid, ovoid, trapezoidal, or 
otherwise, and bars having different geometric cross 
sections may be combined to control the locations 
from which each region on the substrate 14 receives 
target material particles. Finally, although the inven- 
tion has been described in terms of two perforated 
plates, the invention may be practiced with a greater 
number of perforated plates, or with multiple particle 



absorbing or blocking members which may be con- 
nected, or independently mounted, within the cham- 
ber. 

5 

Claims 

1. An apparatus for controlling the paths of target 
material particles sputtered from a target and 

w contacting a substrate, comprising: 

a filter member disposed intermediate the 
substrate and the target, said filter member pre- 
venting the passage therethrough of target mate- 
rial particles travelling in paths perpendicular to 

15 the substrate. 

2. The apparatus of claim 1, wherein said filter 
member includes a plurality of perforated plates. 

20 3. The apparatus of claim 2, wherein said perforat- 
ed plates include a plurality of spaced bars. 

4. The apparatus of claim 3, wherein said bars have 
a triangular cross section. 

25 

5. The apparatus of claim 3, wherein said perforat- 
ed plates include a first plate and a second plate, 
and said bars in each of said first plate and said 
second plate are longitudinal and regularly 

30 spaced. 

6. The apparatus of claim 5, wherein the spacing 
between said bars forms a longitudinal gap be- 
tween said bars, and said bars of said first plates 

35 are disposed in a parallel, offset relationship to 

said bars in said second plate. 

7. The apparatus of claim 6, wherein said bars in 
said first plate are at least as wide as said gaps 

40 between said bars in said second plate. 

8. The apparatus of claim 3, wherein said perforat- 
ed plates include a plurality of concentric rings, 
having concentric gaps provided between said 

45 concentric rings; and 

concentric gaps and said concentric rings 
are positioned to ensure that target material par- 
ticles travelling through the plates in a path per- 
pendicular to the substrate contact one of said 

so rings in one of said perforated plates. 

9. The apparatus of claim 3, wherein said perforat- 
ed plates include a plurality of apertures therein, 
and said apertures are positioned in said perfo- 

55 rated plates to ensure that target material partic- 

les travelling through said perforated plates in a 
path perpendicular to the substrate contact one 
of said perforated plates. 
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10. A method of providing a deposition on a sub- 
strate, comprising: 

providing a sputtering chamber having at 
least a target and a substrate positioned on a 
substrate receiving pedestal therein; 5 

sputtering the target to provide target ma- 
terial particles to provide a deposition layer on the 
substrate; and 

selectively filtering the portion of the tar- 
get material particles travelling in paths perpen- 10 
dicular to the substrate from the target material 
particles sputtered from the target 

11. The method of claim 10, wherein said step of se- 
lectively filtering the target material particles is 15 
performed by providing a filter member inter- 
mediate the target and the substrate. 

12. The method of claim 11, wherein the filter mem- 
ber includes a plurality of perforated plates. 20 

13. The method of claim 12, wherein the perforated 
plates include a plurality of staggered apertures 
therethrough. 

25 

14. The method of claim 12, wherein the perforated 
plates include at least a first and a second plate, 
and each of the first and second plates includes 
a plurality of spaced, longitudinal bars. 

30 

15. The method of claim 14, wherein a gap is formed 
between each pair of adjacent spaced longitudi- 
nal bars, and a bar in the first plate is disposed 
in alignment with each gap in the second plate. 

35 

16. The method of claim 12, wherein the filter mem- 
ber includes a plurality of concentric rings there- 
in. 
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